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OPTICAL FIBRE WITH REDUCED POLARIZATTHm ««rs 

method for obtaining an optical fibre with reduced PMD 

The invention may apply to all kinds of optical fibres as for ev^mn. w • 

unshifted fibres, dispersion-shifted f ibr.. dispersion- 

Related art 

«^ we» ^ *a. ,„ .he so called "single n»de cp«ca, «bres», which a,. 
lUhe flb« is pertecuy d^iaHy symmetric in »oXU internal geometiy and s.«ss 

In practtca, singre ™de fibres. ho««ver, various imperfechons such as 

constants is ,«»J1. '"^'^"'^ propagation 

oonstents ,s called T,™ft,ngencs- m: «,e magnitude o. birefringence is given by 

».ed«e»«»,„meprcpagatic„co„«amsofmetwoorihogc„a,modes: 

P'=AP = |ki-k2| 

^Is Il'T ^ '—'^ --o' -o- 

TT' oPtte re,rac«ve index changes. 

-to tt,e hbre. However, h crdi„a,y. non polariza«cn-p^e,ving fibres the 

^lTLT"'l'^"""^ ^ ^^'-V "Vedictal^e 

aT^^" "^""^ *^ "S"' " e-'ve through 

a-dom^ue^^^ o, s«tes along the fibre. ^ .he polarizafion state a. the e 

J^ly be,ng both unpredictable and unstable. On average, a given 
Polanza^on state ,n a given fibre is reproduced after a ceriain length U whL is 
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called the "beat length" associated with the given fibre. The fibre beat length is 
inversely proportional to the fibre birefringence and Its value Is given by 

U = 2?J/AP (2) 
Accordingly, the more the fibre is birefringent the shorter is the beat length and 

5 vice versa. Typical beat lengths observed in practice range from as short as 2-3 
mm (high birefringence fibres) to as long as 10-100 m (low birefringence fibres). 
In addition to causing periodic ch£inges in the polarization state of light traveling in 
a fibre, the presence of birefringence causes the two polarization modes to travel 
at different group velocities, the difference increasing as the birefringence 

10 increases. This effect is called "polarization mode dispersion" (PMD). The 
differential time delay At between the two polarization modes will be refen-ed 
herein and in the following as "differential group delay" (DGD). For a "short fibre 
section", that is, for a section which is short enough that any perturbations acting 
on it can be considered as constant over its length L, a PMD coeffident may be 

1 5 defined as the DGD for unit length 

PMDc = Ax/L 

and is usually expressed in units of picoseconds per kilometer of fibre length. 
The expression "unperturbed fibre" will be used in the following interchangeably 
and with the same meaning of the expression "short fibre section". 

20 In long fibre spans, for example In a span between two optical amplifiers, in an 
optical telecommunication system, DGD does not accumulate in a linear fashion. 
Rather, because of random variations in the perturbations along a fibre span, the 
effects of one section of a fibre span may either add to or subtract from the effect 
of another section. As a result, the DGD in long fibre spans accumulates in a 

25 random-walk like process tiiat leads to a square root of length dependence. 

An important parameter for distinguishing between the short lengtii regime, where 
polarization effects are deterministic, and the long length regime, where ttiey 
become statistical, is the "correlation lengtti" Lc, which is often referred also as the 
"coupling lengtii". One can imagine a large population of unifomily birefringent 

30 fibres, all subjected to the same random perturbations. Into each fibre of the 
population a lightwave is launched such that only one of the two polarization 
modes is excited at the input As tiie lightwave propagates down tiie fibre, it 
initially remains in Vne starting polarization mode. Eventually, however, Vne state of 
polarization evolves away from tiie initial linear state as a result of power leaking 

35 over to the other polarization mode. This leakage of power (mode coupling) occurs 
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because o* variations in the birefringence alcng the fibre, caused by the random 
.0 the o«hogona, state over ai, the «b™s of tha population, one «nd that «^ 

s-e. cor,eiatK,n iength Lc is defined as the length at wh^ the aviage 
^.n me o«hog„nal potari^«on mode. P.. is within o, «,e pc^ i„ 

Starting mode, P||, i.e. 



P ^2 



It is remarked that the oorrelaflon length Lc is extremely sensitive to the way in 
«^,ch the h^re is deployed, with values «„ging fron, less than , m for a fibrZ, a 
spool, up to more thani km for cabled fibre. 

PMD in conventional single mode fibres results in hannful signal dis*«ion and is 
undes„ab,e, especially for applica«ons that in«^ |,igh bit mtes (e.g. equal to or 
^er *an ,o Qbit/s, or analog transm«slon (e.g. for optcai flb™ anatog CATV 

been made. A known method o, re<»«ing the PMD coeflioient im„lves spinning 
prefom, during me fibre drawing process. The spinning causes irtem^ 
geometnc and/or stress asymmetries of the fibre to rotate about me fibre's axis as 
one progresses down mat axis. It is commonly believed mat me reduction in PMD 

Z mT '"'""^ ^ '^'^ ^ ^ Untortunately, 
>^ h,gh sp,n rates are generally required to deal wim me asymmetries of typical 

Z7oZ T 'T '"^ - '^'^ « « 

not a praoucal solution for commercial fibre production. 

disclose that PMD can be substantially reduced if, during drawing of me fibre, a 
torque .applied to me fibre such tha, a pem^nen. W is impressed on me 
fibre. The torque is applied such mat me spin impressed on me fi^bre has not 
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constant spatial frequency, e.g., has alternately clockwise and counterclockwise 
helicity. 

WO 97/26221 to Coming Incorporated discloses a method for reducing PMD in 
5 single mode fibres by spinning the fibre during the drawing process in accordance 
with a spin function having sufficient harmonic content. Examples of suitable spin 
functions disclosed are frequency modulated and amplitude modulated sine 
waves. According to the above WO patent application, the spin rate should vary 
both in magnitude and spatial distribution along the length of the fibre to achieve 
10 an optimum PMD reduction. When so varied, the spinning achieves transfer of 
energy between polarizatfon nnodes (mode coupling) for a variety of beat lenghts. 

The Inventors have observed that by spinning the fibre using the amplitude or 
frequency modulated spin functions of the above WO patent application the 

15 correlation length U of the fibre is reduced. As it is known (see. for example, F. 
Curti et at., "Statistical treatment of the evolution of the principal states of 
polarization in single-mode fibers'. IEEE J. Lightwave Tech., vol.8, pp.1162-1166, 
1990), in the long length regime (that is. when the length of the fibre L Is much 
longer than U) the mean value of the DGD is proportional to the square root of the 

20 correlation length: thus, a reductfon of Lc leads to a reduction of the DGD, but only 
with a square root dependence. This result is not completely satisfactory. 

Summary of the invention 

The Inventors have found that particular spin functions, characterized by definite 
25 values of their parameters (e.g.. amplitude and/or period), applied to an optical 
fibre, allow to obtain a substantially periodic evolution of the DGD along at least a 
short section of the spun optical fibre. In particular, the substantially periodic 
evolution of the DGD may take place around very low mean values of DGD, down 
to values of the order of 10"^ ps or lower after 100 m of optical fibre. 

Applicant remarks that methods of measurements of the DGD even after a short 
section of optical fibre have been proposed. See, for example. B.L. Heffner, 
"Attosecond-resolution measurement of polarization mode dispersion in short 
sections of optical fiber. Optics Letters. Vol.18. No.24. pp.2102-2104. 1993. 
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The .nventors have elso fou™i «,a. a eubstenSally periodic evoWon of *e DGD 

^ °' - advantageous, as « a«ows to 

s,gn*K=am^, reduce ^ pmd coeffiCen, o, an optica, fibre o, arbih-a^ ieng* ^ 
^values o, 0.0S pa*m- or Advantageoueiy, «,e obtai^d PMD 
can be lower than 0.02 ps/km''^. «'"weni 

The l™^,o,3 have also found mafhemaUcal conditions tl^t allow to cateuiate the 
v^ues o, the pan.n«ters o, a spin n-nction to be applied to an op«cal fibre dl^ 

along at least a short section of the spun optical fibre. 

Acconling to a first aspect, the invention relates to a n^thod for de,em,ini„g a, 

In TT °' ' ^" "'^^ ""^ -^^^ Wlied to 

an c^cal *b™ along its length ^ characterized in that I, comprises selscting said 
15 at least one parameter so that 



|/3'.(2.Qr'(z))J 
7 -^e. 



^\yl(z,aXzy>^dz 

0 

Where e, is about 0.05 and 3.. Is the first of the three components y.(.), y^,), y,f,) 
of a periodic function y(z) of period p such that 

dy, 

_ 2n: 



20 



25 



v*ere L. is an expected beat length of said opflcal «,« and «-^r; Is the derivative 
Of the sprn function afz; with respect to the length z 

Preferably, e. is about 0.01. More preferably, e, is about 0.008. Even more 
preferably, e. Is about 0.002. 
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According to a second aspect, the invention relates to a method for malting an 
optical fibre comprising: 

(a) heating a fibre preform to a drawing temperature; 

(b) providing a periodic spin function a(z) with period p > 2 m; and 

(c) drawing said optical fibre from said preform, while simultaneously creating a 
relative spin between said optical fibre and said preform with said spin 
function; 

characterized in that 

step (b) further comprises selecting said spin function so that 



Jy,(z.a'(z))& 



]\y,iz,a\z))\dz 

0 

where ei is about 0.05 and y, is the first of the three components yi(z), ys(z), yaCz) 
of a periodic function y(z) of period p such that 

^ = 2a\z)y^ 



dz 



dz Lb 
dy, 2n: 
dz Lg 

where Lg is an expected beat length of said optical fibre and a'(z) is the derivative 
15 of the spin function a(z) with respect to the length z. 

Preferably, is about 0.01. More preferably. ei is about 0.008. Even more 
preferably, ei is about 0.002. 

Advantageously. p<Lb. Typically, p is lower than 20 m. Preferably U is greater 
20 than 0.5 m, more preferably greater than 5 m. 

Advantageously, an amplitude A of said spin function is lower than 50 tums/m. 

preferably lower than 10 turns/m. Preferably, A is greater than 3 tums/m. 

Preferably, a ratio between an amplitude A and a distance r between two inversion 

sites of said spin function is lower than 10 tums/m^ 
25 According to different embodiments, said spin function can be a sinusoidal 

function, a triangular function, or a trapezoidal function. 
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Typically, the step of drawing Is performed at a drawing speed not lower than 5 
m/s. 

According to a third aspect, the invention relates to a method for making an optical 
6 fibre having NA ^ 0^ comprislng: 

(a) heating a fibre preform to a drawing temperature; 

(b) providing a periodic spin function a(z) with period p; and 

(c) drawing said optical fibre from said preform, while simultaneously creating a 
relative spin between said optical fibre and said preform with said spin 

10 function; 

characterized in that 

step (b) further comprises selecting said spin function so that 



j yi(z,aXz))dz 



0 

where e, is about 0.05 and y, is the first of the three components y,(z), y^z), y^z) 
15 of a periodic function Xz) of period p such that 

dy^ 2jt 

where U is an expected beat length of said optical fibre and o^(z) Is the derivative 
of the spin function a(z) with respect to the length z 

20 Preferably, is about 0.01. More preferably, is about 0.008. Even more 
preferably. ei is about 0.002. 

Advantageously, p<Lb. Preferably Lb Is lower than 5 m. 

According to different embodiments, said spin function can be a sinusoidal 
function, a triangular function, or a trapezoidal function 

25 
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According to a fourth aspect, the invention relates to an optical fibre comprising at 

least a section having a beat length U and a periodic spin function a(z) with period 

p > 2 m impressed therein, 

characterized In that 

said spin function is such that 



]y,iz.a\z))dz 



0 

Where ei is about 0.05 and is the first of the three components yi(z), yziz), yz{z) 
of a periodic function y(z) of period p such that 

^ = 2a'(z)y2 
dz 

dz Lg 
dy, 2n 
dz l/"" 

1 0 and a^(z) is the derivative of the spin function a(z) with respect to the length z. 

Preferably, e, is about 0.01. More preferably, ei Is about 0.008. Even more 
preferably, ei is about 0.002. 

Advantageously, p<U. Typically, p is lower than 20 m. Preferably U is. greater 
1 5 than 0.5 m, more preferably greater than 5 m. 

Advantageously, an amplitude A of said spin function is lower than 50 tums/m. 

preferably lower than 10 turns/m. Preferably, A is greater than 3 tums/m. 

Preferably, a ratio between an amplitude A and a distance r between two inversion 

sites of said spin function is lower than 10 turns/m^. 
20 According to different embodiments, said spin function can be a sinusoidal 

function, a triangular function, or a trapezoidal function. 

Preferably, said optical fibre has a PMD coefficient lower than or equal to 0.05 

ps/km''^. 

Preferably, a length of said section of optical fibre is higher than or equal to 10 
25 times the period p of the spin function. 
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According to a fifth aspect, the invention relates to an optical fibre having NA > 0.2 

comprising at least a section having a beat length U and a periodic spin function 

a(z) with period p impressed therein, 

characterized in that 

said spin function is such that 



15 



]yiCz,a'(z))dz 



!\yi(z,a'(z)lidz 

0 

where e, is about 0.05 and is the first of the three components y,(z). y^z), y^(z) 
of a periodic function Kz) of period p such that 

to and a'(z) is the derivative of the spin function a(z) with respect to the length z 

Preferably, is about 0.01. ly^ore preferably, is about 0.008. Even more 
preferably, e, is about 0.002. 

Advantageously. p<Lb. Preferably U is lower than 5 m. 

According to different embodiments, said spin function can be a sinusoidal 
function, a triangular function, or a trapezoidal function. 



According to a sixth aspect, the invention relates to an optical fibre having a length 
lower than 1 km, comprising at least a section having a beat length Lb and a 
20 periodic spin function a(z) with period p impressed therein, 
characterized in that 
said spin function is such that 

]yx{z,a'iz))dz 



]\yiiz,aXz)idz 
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where ei Is about 0,05 and y, is the first of the three components yi(z), y2(zh Ysi^) 
of a periodic function y(z) of period p such that 

dz 

dz Lg 

dy, 27t 
dz Lb 

and ce'(z) is the derivative of the spin function oi(z) with respect to the length z. 

5 

Preferably, ei is about 0.01. More preferably, ei is about 0.008. Even more 
preferably, ei is about 0.002. 

Advantageously, p<Lb. Preferably, said fibre length is lower than 500 m, more 
preferably lower than 200 m. 
10 According to different embodiments, said spin function can be a sinusoidal 
function, a triangular function, or a trapezoidal function. 

According to a seventh aspect, the invention relates to an optical 
telecommunication system comprising: 
15 an optical transmission line, 

at least one transmitter for adding a signal to said transmission line, 

at least one receiver for receiving said signal from said transmission line, 

characterized in that 

said transmission line comprises at least one optical fibre according to the fourth 
20 aspect of the invention. 

According to an eigth aspect, the Invention relates to an article comprising at least 
one optical fibre according to any one of the fourth, fifth and sixth aspects of the 
invention. 

25 

Brief description of the drawings 

The advantages of the invention will be apparent upon consideration of the 
following detailed description, taken in conjunction with the accompanying 
drawings, in which: 
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20 



25 



- fig.l Shows an evaluation of the periodic evolution of the first component of the 
polarization dispersion vector in a short section of an optical fibre spinned with 
an exannple of sinusoidal function according to the invention; 

- fig.2a to 2c show an evaluation of the periodic evolution of the differential 
5 group delay In a short section of an optical fibre spinned with: a) an example of 

triangular spin function according to the Invention: b) an example of trapezoidal 
spin function according to the Invention; c) an example of sinusoidal spin 
function accofxllng to the Invention; 

- fig.3 schematically shows a triangular spin function (solid line) and a 
10 trapezoidal spin function (dashed line); 

- fig.4 shows the combinations of parameters (a.r) of an exemplary triangular 
spin function that lead to a periodic DGD; 

- flg.5 shows the combinations of parameters (a.r) of an exemplary trapezoidal 
spin function that lead to a periodic DGD; 

- fig.6 shows a plot of the DGD In a short section of: (a) an unspun optical fibre- 
(b) an optical fibre spinned with a spin function according to the invention; (c) 
an optical fibre spinned with an un-optlmized spin function; 
fig.7 shows a plot of the DGD along few kilometers of: an unspun optical fibre 
(dashed-dotted line); an optical fibre spinned with a spin function according to 
the invention (solid line); an optical fibre spinned with an un-optimized spin 
function (dashed line); 

fig.8 shows the evolution of a function /, (defined in the description below) 
versus the amplitude of a first example of spin function; 
fig.9 shows the evolution of a function 4 (defined In the description below) 
versus the amplitude of the same function of fig.8; 

fig.10 shows the evolution of the function A versus the amplitude of a second 
example of spin function; 

fig.1 1 shows the evolution of the function k versus the amplitude of the same 
function of fig. 10; 



16 



30 



- fig.12 shows a plot of the evolution of the DGD along 10 km of an optical fibre 
spinned with an exemplary spin function according to the invention, for optical 
signals having different wavelengths; 

- fig.l3 shows a plot of the evolution of the function A versus the amplitude of a 
trapezoidal spin function. In a range of amplitudes comprised between 2 

35 tums/m and about 3.2 tums/m; 
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fig.14 shows plots of the DGD evolution along 100 m of optical fibres spun with 
exemplary trapezoidal spin functions having amplitude of 2.149 turns/m (curve 
101), 2.145 tums/m (curve 102), 2.100 tums/m (curve 103) and along an 
unspun optical fibre (curve 1 04) 

fig.15 shows plots of the DGD evolution along 1 Icm of the same optical fibres 
of fig.14; 

fig. 16 schematically shows an optical telecommunication system. 

fig. 17 schematically shows a preferred embodiment of an apparatus suitable 

for carrying out the application of the spin function to an optical fibre. 



Detailed description of the invention 

For studying the evolution of the DGD along a birefringent optical fibre, it is 
convenient to study the evolution of the polarization dispersion vector (PDV) 
a/(z,fi>) along an optical fibre. Herein and in the following, the sign over a 

15 quantity indicates a vector quantity. The PDV is parallel to the output principal 
states of polarization and its modulus is equal to the DGD. The evolution of the 
PDV. as a function of a distance z along the fibre and as a function of the 
frequency /» of an optical signal launched in the fibre, is governed by the 
dynamical equation (see CD. Poole et al.. "Dynamic^ equation for polarization 

20 dispersion". Optics Letters, vol.6, pp.372-374, 1991) : 

^i^^ ^ + fffizM X (3) 

where iz,co) is the local birefringence vector. For studying the evolution of the 
25 PDV along a short section of unperturbed fibre, it can be assumed that the unspun 
fibre is affected by a linear, z-independent birefringence of magnitude fi i(o))=2ji/Lb, 
then the local birefringence vector of the spun fibre can be written as 

/coa{2a)\ 
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Where a= a(z) is a generic spin function. In this case, the inventors have obsen^ed 
that analytical treatment of the equation describing evolution of PDV can be 
simplified by transfomilng It in a reference frame rotating along z as twice the spin 
function. In the new reference frame, the birefringence vector results 



25 



V-2or'(*)/ 



where o^(z) represents the derivative with respect to the distance z of the spin 
function a Generally, in the following of the description, a primed quantity (e.g., a) 
will indicate the derivative with respect to the distance zof the same. It has to be 
noted that the spin function a is measured in radians, while a' is the effective spin 
rate, measured in radians per meter. In the new reference frame, the differential 
equation of the PDV becomes 



"aT - ^ (6> 



where ^« = dfi/dco and where £2,(1 = 1 .2.3) are the components of the PDV in the 
new reference frame. As the modulus of a vector does not change when the vector 
undergoes a rotation, the DGD is independent of the reference frame and ft holds 



Equation (6) can be analitically solved in the case of constant spin rate, that is cc(z) 
= ocoz, and the DGD reads as 
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Where fi=4W+^- Unfortunately, the analytical solution of equation (6) with 
a generic spin rate cannot be found. However, the Inventors have obsen/ed that It 
is possible to express At as a function of only the first component of PDV. Actually 
it results 

- Ariz) 



10 



which, using equations (6) can be integrated, yelding: 



In the case of constant spin rate (see (7)), and omitting the oscillating term, the 
DGD increases linearly with the distance. On the other hand, the inventors have 
observed that if the first component of PDV, Qi{z), is a periodic function (see (8)), 
15 then the DGD grows at most with the square root of distance; further, if the 
average value of the first component of PDV a^{z) over a period is zero, then also 
the DGD Is periodic. In the following, a function having average value over a 
period equal to zero will be refen-ed to as a function having zero mean. 

20 The inventors have understood that a periodic evolution of the DGD along the 
unperturbed fibre is advantageous, since it can result in a limited, very low DGD. 
and mainly it is independent on the fibre length. The inventors have also perceived 
that a periodic evolution of the DGD along a short section of unperturtied fibre 
allows to obtain a very low PMD coefficient of the optical fibre, even if polarization 

25 mode coupling is introduced along the fibre. 

In the light of these considerations, the inventors have faced the problem of finding 
a periodic spin rate function with period p such that equation (6) had a periodic 
solution with period p. 
30 By introducing the following transformations 
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it Is possible to write the equation system (6) in adimensional form 



= I -7(«) 0 -1 1 x{8) 

V 0 1 oy ' 




(9) 



It has to be noticed that if a(z) is p-periodic. then also y(s) shows periodicity with a 
normalized period ;ir=P>S/ in the adimensional reference frame. 
When the spin-rate cC (or is a periodic function, the equation (9) represents an 
.nhomogeneous linear system with periodic coefficients. This kind of system has 
been already studied in literature, and a complete theory about It has been 
developed, giving the guidelines for the solution of such differential equation In 
particular, according to the theory of the linear systems it may be shown that the 
behavrour of the inhomogeneous system (9) depends on that of the corresponding 
15 homogeneous system. 

Thus, let us consider the homogeneous system con-esponding to equations (9) 



25 



411 f ^ \ 

\-7(»)/ 



(10) 



The general solution of this equation can be always written as y{s) = X(i7(^))K0) . 
where X(v(^» is said -transition matrix" and. in this case, represents a rotation 
matrix around a suitable vector v (j) . through an angle equal to | vis) |. 
It can be shown that equation (10) has a x-periodic solution if and only If the matrix 
X(v(^)) has a unit eigenvalue and. if this is the case, the ^-periodic solution is 
Obtained by setting the initial condition. ^(0). equal to the corresponding 
eigenvector. For rotation matrices this is indeed the case. 



wo 02/03115 



16 



PCT/EPOl/07241 



5 



Since the homogeneous system (10) has at least one x-periodic solution, it can be 
shown that the Inhomogeneous system (9) has x-periodic solutions If and only if 
the following condition is satisfied 

— \y,(s)ds=0 (11) 



z 



0 



where yi(s) is the first component of the x-periodio solution of the homogeneous 
system (10). 

In the previous reference frame (the same of the ^ove equations (5) and (6)), 
1 0 equation (1 1 ) can be re-written as 



-1y,(z,a\z))dz = 0 (11') 

Po 



where yi(z,a'(z)) is the first component of a vector yiz,a\z)). p-periodic solution 
15 of the homogeneous system 

dz 

^ = ~3'3-2aXz)y. (10') 
dz l/^ 

The above condition (11') is actually a condition on the p-perlodic spin rate 
20 function a': as explained before, if such condition is satisfied, then the PDV is 
periodic and the DGD grows at most with the square root of distance. 

If the first component of the PDV vector has zero mean, the DGD itself is periodic. 
The inventors have detemnined that the first component of the periodic solution of 
25 the inhomogeneous system (9) has zero mean if the following condition is 
satisfied: 
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1 ^ — 

—J X'^(s)uds^O 

X 0 



(12) 



where X isjhe above mentioned transition matrix. X^ indicates the transpose of 
the matrix, u = (1.0,0)'^ was defined in equation (9) and 0 = (0.0,0)^ The above 
condition (12) is actually a second condition on the p-periodic spin rate function a' 



In the previous reference frame, equation (12) can be re-written 



as 



1 ^ 



0 
0 



(12') 



10 where the transition matrix X satisfies the following system 



dz 



^ 0 2a\z) 0 
-2aXz) 0 -27t/L^ 
0 0 



X(z) 



15 



20 



25 



According to the above, by means of condition (11') one can find the "optimum 
parameters" of a spin rate function (such as. for example, the amplitude of the 
function) that allow to obtain a DGD function which grows at most with the square 
root of the distance. Further, by means of condition (12') one can find the 
"optimum parameters" of the spin rate function that allow to obtain a DGD function 
which is periodic. 

The general solution of the homogeneous system (10') cannot be written explicitly 
Further, it wasn't possible to find analytical conditions for any given spin profile 
except for some kind of spin profiles, as it will be explained in the following of the 
description. Nevertheless, it is still possible to detemiine the optimum spin 
parameters through a numerical method. In fact, introducing any generic spinning 
profile m the birefringence vector, the homogeneous system (10') can be 
numerically solved, and optimum spinning parameters can be modified in an 
Iterative way. until condition (11') and possibly condition (12') are satisfied The 
numerical method can be earned out by using conventional techniques that are 
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well known In the art. For example, the analysis can be perfomned using the 
commercially available MATLAB™ software. By means of the numerical method, it 
is clearly possible to verify the periodic evolution of the PDV and of the DGD along 
a simulated unperturtjed fibre spun with the optimum spin function, by plotting the 
5 PDV and/or the DGD versus the distance z, for at least one period p of the spin 
function. By applying this method, the inventors have verified that a periodic 
evolution of the DGD along a fibre is actually advantageous for obtaining very low 
values of the DGD and of the PMD coefficient of the fibre. 

From a practical point of view, tiie inventors have found that a substantial 
reduction of the DGD of the spun fibre can be also obtained by setting the 
parameters of the spin function 0(2) so as to be less than optimum". As the 
"optimum parameters" are detemrilned by equating to zero the integral function in 
the left hand side of equality (ll*). a range of iess than optimum parameters", 
useful for obtaining a very low DGD of the fibre, can be obtained by keeping 
sufficiently near to zero the value of the same Integral function. In this respect, 
equality (1 1 ') can be substituted by the inequality 

/i^ei (11") 
20 

where /1 is an adimensional integral function defined as 

/.=f 



25 and represents a sufficiently small value. The inventors have detemnined ttiat in 
order to obtain a range of less than optimum parameters" of a spin function useful 
for obtaining veiy low values of DGD. the value of e, in the inequality (11") should 
be set to about 0.05. 

Preferably A should be lower than or equal to about 0.01, more preferably lower 
30 than or equal to about 0.008. Further, the Inventors have verified that by choosing 
different spin functions having parameters comprised in a range such that the 
function /1 becomes lower than about 0.002, no evident difference In the DGD 
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evolution Is obtained. In other words, the value zero in the right hand side of 
equality (1 1 •) practically corresponds to values lower than about 0.002. 

Furthermore, despite the Inventors have not been able to prove It analytically for 
all the possible spin functions 0(2). they believe that condition (ir) actually is 
sufficient for obtaining a periodic evolution of the DGD along the unperturbed fibre- 
»n particular, a series of numerical simulations performed by the inventors with 
different spin functions have shown that if the parameters of the spin function are 
determined so that condition (11') Is satisfied, then also condition (12') results to 
be satisfied. As condition (1V) can be seen as a condition for obtaining a periodic 
DGD evolution along a short section of optical fibre, condition (1 1 "). together with 
the above specified values of can be seen as a condition for obtaining a 
substantially periodic DGD along a short section of optical fibre. 

15 The inventors have also verified that when Inequality (11") is satisfied, a second 
inequality (12") results to be satisfied, that Is 



10 



!w(z,a\z))dz 



J|W(z,a'(z))|* 



(12") 



20 where the vector W(z,aXz)) is defined as 

W(z,a'(2» = X^z.a'(z)) 



0 



and 82 Is a second sufficiently small value. In the ranges of e, above specified, the 
value 82. In general, results to be lower than about 0.05. 



25 It may be convenient to re-write Inequality (1 2") 



as 



4 5 62 (-12") 
where 4 is an adimensional Integral function defined as 
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JW(z,a'(z))^ 

'==7 

J|W(z,a'U))|<fe 

0 

More particularly, the inventors have oljserved that the functions A and k above 
5 defined, calculated versus one of the parameters of a spin function, with the other 
parameters independently fixed, have a behaviour with local maxima and minima. 
The minima reach very small values in correspondence of well localized values of 
the chosen parameter and thus allow to find the optimum spinning. On the other 
hand, the height of the maxima may vary If the function is plotted in a wide range 
10 of values of the chosen parameter. Being M a local maximum of the function /i 
(corresponding to a non zero value of the chosen parameter), a practical local 
minimum condition (or "less than optimum" condition) can be detemilned by 
finding the range of parameters such that /i is lower than or equal to about M/2, 
preferably lower than or equal to M/4. 

15 

In order to qualitatively verify the evolution of the DGD along a simulated 
unperturbed fibre spun with a spin function determined according to inequalrty 
(11"), one can plot the DGD versus the distance z, for at least one period p of the 
spin function. In this way. the substantially periodic evolution of the DGD can be 
20 checked. 

From a quantitative point of view, however, in order to understand if the spin 
function detennined by the above method is effective in reducing the DGD. one 
can plot the DGD versus the distance z for a longer section of unperturbed optical 
25 fibre, for example on a section of a length comprised between 10 and 100 times 
the period p of the spin function (that is. in general, along a "short fibre section" as 
defined above). 

The inventors have verified that the DGD value reached after a short section of 
unperturt>ed fibre spun with the optimum parameters may reach values that are at 
30 least two orders of magnitude lower than the DGD value reached in a section of 
unspun optical fibre having the same length. The inventors have also verified that 
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15 



With a spin function satisfying (11") it is possible to obtain DGD values about 
twenty times lower than the DGD of a corresponding unspun fibre. 
Furthemiore. the inventors have verified that the spinning with the optimum 
parameters allows to obtain optical fibres that have a DGD lower than one order of 
nragnitude with respect to a "generic" spinning. The effect of a "generic" spinning 
can be evaluated by finding the parameters of a spin function that lead to a local 
maximum of the function defined above, situated between two minima of the 
same function: this corresponds to the worst case with respect to the "optimized" 



one. 



Generally, the solution of the homogeneous system (10') depends on the beat 
length U of the optical fibre: thus, the parameters of the spin function would, in 
principle, depend on the beat length. In a commercial production of optical fibres of 
the same type, that Is. having substantially the same refractive Index profile and 
made by the same production process, an expected beat length can be generally 
detemnined. before the drawing of the optical fibre. In a statistical way. For 
example, the core elliptlcity may be measured for a great number of prefomis; 
then, a section of unspun optical fibre may be drawn from said prefomis and the 
DGD may be measured in unperturbed conditions, that is. by avoiding as much as 
20 possible mode coupling in the fibre: this can be done by avoiding stress In the fibre 
due to bends, tension and/or crossings. For example, one km of fibre can be 
drawn from the preform and wound at zero tension and without crossings over a 
bobbin having a diameter of not less than 200 mm. A method of measurement of 
the DGD even after a short section of optical fibre has been proposed, for 
25 example. In the already dted B.L Heffner, 'Attosecond-resolution measurement of 
polarization mode dispersion in short sections of optical fiber", Optics Letters. 
Vol. 18, No.24, pp.21 02-2104, 1993. 

In such manner, as the DGD of an unperturbed unspun fibre and the birefringence 
of the fibre Itself ara lineariy related, an empirical relation between the measured 

30 core preform elliptlcity and an expected beat length may be found. 

This approximate method for predetemiining an expected beat length from the 
core prefonn ellipticity can be sufficient in practice for finding the parameters of the 
spin function according to the above. Moreover, the inventors have found that the 
variability of the optimum parameters with respect to the beat length Is in general 

35 sufficiently small. 
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Alternatively, some models for predetermining tiie birefringence of a fibre having 
certain refractive index profiles have been proposed. See, for example: Y. Park et 
eA., "Residual Stresses in a Doubly Clad Fiber with Depressed Inner Cladding" . 
Journal of Lightwave Technology, Vol.17. No.10, pp. 1823-1834. 1999; D.Q. 

5 Chowdhury. D.A. Nolan. "Perturbation model for computing optical fibre 
birefringence from a two-dimensional refractive-index profile". Optics Letters. 
Vol.20, No. 19, pp.1 973-1 975. 1995; D. Chowdhury, D. Wilcox, "Comparison 
Between Optical Fiber Birefringence Induced by Stress Anisotropy and Geometric 
Deformation". IEEE Journal of Selected Topics in Quantum Electronics. Vol.6. 

10 No.2. pp.227-232. 2000. The models described in thie above articles may be 
applied for predetermining the beat length. 

On the other hand, the beat length of an optical fibre may be measured with 
known methods. See. for example, A. Galtarossa et ai. "PMD Characterization by 

15 Baclcscattered Field Polarisation Analysis". WFOPC 2000. June 8-9. 2000, Pavia, 
Italy, pp. 176-187; LThevenaz et al.. "Evaluation of local birefringence along fibres 
using Brillouin analysis". OFMC '97. 4'" Optical Fibre Measurements Conference, 
pp. 82-85. In this respect, the inventors remark that the beat length of an optical 
fibre is independent from the spinning process, as it depends only on the 

20 birefringence of the fibre. 

The inventors have found that a substantially periodic evolution of the DGD along 
a short section of optical fibre is advantageous, as the PMD coefficient of an 
arbitrary length of the optical fibre is greatly reduced. In general, with the optimum 

25 spin parameters, a reduction of about two orders of magnitude of the PMD 
coefficient of the fibre can be reached with respect to the PMD coefficient of the 
unspun fibre. In particular, the longer the beat length of the optical fibre, the lower 
the PMD coefficient that can be obtained. Preferably the beat length of the optical 
fibre should be longer than 0.5 m. More preferably, the beat length should be 

30 longer than 5 m. 

The inventors have also found that the amplitude of the DGD oscillations decrease 
for decreasing period of the spin function. Preferably, the period p of the spin 
function should be shorter than 20 m. 
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On the other hand, ft has to be observed that a spin function having a too short 
period may be difficult to be transferred on the fibre, in particular when a high 
drawing speed (at least 5-10 m/s) is required. This is the case, for example, of the 
fibres currently used in telecommunication systems (such as dispersion-unshifted 
fibres, non-zero-dispersion fibres, dispersion-shifted fibres). With high drawing 
speed and small period of the spin function, there can be technological limitations 
due to the fact that the frequency of inversion of the motion of the spinning 
apparatus cannot be too high. Preferably, in order to keep a drawing speed of at 
least 5-10 m/s the period of the spin function should be higher than 2 m. Periods of 
the spin function lower than 2 m could lead to a bad transfer of the spin function to 
the fibre at high drawing speed, due to possible sliding of the fibre rtself on the 
spinning apparatus. 

Instead, special fibres are not generally drawn at high speed, so the period of the 
spin function can be lowered accordingly. Examples of special fibres are: doped 
fibres for optical amplifiers, dispersion compensating fibres, fibres for gratings, 
fibres for optical sensors. 

Most special fibres, such as. for example, doped fibres for optical amplifiers, fibres 
for gratings or optical sensors typically have a limrted length, e.g.. lower than 1 km. 
preferably lower than 500 m and more preferably lower than 200 m. 
Furthermore, special fibres such as. for example, doped fibres for optical 
amplifiers, dispersion compensating fibres, fibres for optical sensors, of the above 
ones may have a high birefringence. The high birefringence of these fibres is 
typically due to a stress Induced by their refractive index profile, that generally 
presents a higher core-cladding refractive index difference witfi respect to 
standard fibres for telecommunications. Typically, the numerical aperture NA of 
these fibres is higher than or equal to 0.2. The numerical aperture NA is defined, 
for step-index fibres, as 

where n, and na are, respectively, the refractive index of the core and the 
refractive index of the cladding. The beat lengtt, of these fibres Is generally lower 
than 5 m. 

Advantageously, the period p of the spin function may be chosen so as to be lower 
than the expected fibre beat length Lb. In this case, the inventors have found that 
the variability wrth respect to the fibre beat length of the spin function parameters 
useful for obtaining a substantially periodic DGD is further reduced. 
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A typical parameter of a periodic spin function Is its amplitude: in general, the term 
"amplitude" will be refen-ed to as the maximum spin rate a' reached by a spin 
function. Although the above method may be applied. In general, for determining 

5 any amplitude value of the spin function, the Inventors have obsen/ed that it is 
particularly effective for amplitude values which are not eccessively high. 
Preferably, the amplitude should be less than 50 tums/m. more preferably less 
than 10 tums/m. In this respect, technological constraints of the currently available 
apparatus (such as, for example, a lowering of the bearing lifetimes) may limit the 

1 0 application of high amplitude spin functions to a fibre drawn at high speed. On the 
other hand, in order to have an effective result on the PMD of the optical fibre the 
amplitude of the spin function should be preferably higher than 0.1 tums/m. More 
preferably, the amplitude should be higher than 3 tums/m. 

1 5 In general, another spin function parameter that is significant in the framework of 
the present invention is the ratio between the amplitude A and the period p of the 
spin function. In fact, spin functions having a small period p and a high amplitude 
value A may cause the spinning apparatus to work with very high acceleration 
values for long time, which is not desirable. In particular, some spin functions. 
20 such as for example amplitude modulated spin functions, may have regions in 
which the amplitude value greatly varies in a short distance (in the same way of a 
simple sinusoidal spin function having a very short period). Thus, a suitable 
parameter to be checked may be the ratio between the amplitude A (that Is. the 
maximum amplitude value) reached between two inversion sites of the spin 
25 function (measured in tums/m) and the distance r between the same two Inversion 
sites (measured in m). The inversion sites of the spin function are those points in 
which the spin function changes of sign, passing from negative values to positive 
values or viceversa. Preferably, the ratio A/r should be lower than 10 tums/m^. 

30 The inventors have also verified that the substantially periodic DGD evolution is 
substantially independent of the wavelength of a signal to be transmitted in the 
optical fibre. Thus, the feasibility of a wavelength division multiplexing system with 
the spun optical fibres according to the Invention Is ensured, since PMD limits on 
system performance may be strongly reduced. 

35 
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The inventors have also found that conditions (11) and (12) for determining the 
optimum spin parameters can be much simplified by making some assumptions on 
the spin function a(z). 

6 A first assumption is that the spinning period is shorter than the beat length, that is 
P^«Lb^- Usually, in single mode fibres used in telecommunication systems the 
beat length is In the order of few tens of meters; further, a spinning period of few 
meters can be practically implemented. Hence, the condition p^«Lb^ does not 
represent a significant limitation for this kind of fibres. As an example, a typical 
10 value of beat length of a single-mode step-index fibre can be around 20-25 meters 
(as measured at 1550 nm). In the following, condition p^«Lb^ will be referred as 
"short period assumption". Such an assumption can be considered practically met 
if, e.g.. Lb > 3p. 

15 A second assumption is that the spin function a(z) contains only odd harmonics, 
that Is, functions G(s) such that 



20 where % is the period of the function. 

Examples of spin functions containing only odd harmonics are sinusoidal 
functions, triangular functions, trapezoidal functions (see fig.3). 

The inventors have found that, under the two above mentioned assumptions, the 
25 DGD is periodic if the spin function satisfies the following condition, written in the 
adimensional reference frame above introduced, 



Coming back to the previous reference frame (the same of the above equations 
(5) and (6)), equation (13) can be re-written as 



G(5) = -G(^ + ;ir/2) 




(13) 



where 



30 
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2 ^'t 

— |cos(2a(z))<fe = 0 (13') 
P 0 

where a(z) Is the p-periodic spin function, expressed in radians. Condition (13') is 
5 actually a condition for setting the optimum parameters of the spin function, in 
order to obtain a periodic DGD evolution along the fibre. 

Clearly, if the spin function depends on more than one parameter, then the method 
for determining the parameters of the spin function according to the above may be 
10 applied for detemilnlng only one parameter, the other parameters being 
predetermined independently. As an example, for a triangular spin function, that 
involves three parameters (see fig.3), one or even two parameters may fixed 
independently and the other parameter(s) can be determined with the above 
method. 

15 

Having defined the parameters of the spin function according to the above 
conditions, a reduction of the PMD coefficient of a single mode optical fibre can be 
obtained by spinning the fibre according to the spin function during the drawing 
process, that is. by applying the so detemiined spin function to the fibre. More 

20 specifically, this means heating a fibre prefonn to a conventional drawing 
temperature, and drawing the optical fibre from the prefomn such that the spin is 
imparted on the fibre. Preferably, the method involves rotation of the fibre, as 
opposed to the preform. Alternatively, although not preferred, rotation of the 
prefonn, either instead of, or in combination with, rotation of the fibre, can be 

25 perfomied if desired. 

As it is evident to those skilled in the art, the spin function which is employed in 
practice involves varying the spin rate of the fibre as a function of time by applying 
appropriate forces to the fibre and/or the preform. Apparatus for applying such 
30 forces is discussed below. The temporal spin function applied to the fibre becomes 
translated into a spatial spin function in the fibre as the fibre is being drawn. This 
spatial spin function can be detected in the finished fibre by, for example, 
examining spaced cross sections through the fibre. A method for ascertaining the 
ewstence of a frozen-in spin is described in Marrone ei a/., "Internal rotation of the 
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l^^fringence axes in polarization-holding fibers". Optics Letters. Vol. 12, pages 60- 
62, 1987, 



20 



25 



Any apparatus which is capable of spinning me fibre during m fibre dewing 
s process may be used to carry out the method. 

In a «,« embodiment, shown In fig.17. «,e apparatus comprises a 

rotatns hoop 30 mounted on two hollow bearings 31 which rotates about the fibre 
drawing axis. The rotating hoop 30 supports three pulleys 32, 33. 34 over which 
*e fibre passes without sliding. The rotation of the hoop causes twisting of the 
> tore. Hoop 30 is driven by a belt 36 disposed between two notched pulleys, one 
(35) integral with the hoop and the other (37) integral with the shan of a drive 
motor 38. 

AS a second example, WO patent application No. 99/67180. in the name of the 
Applicant, describes an apparatus in which the application of the torque to the fibre 
.s carried out by means of one pulley which rotates about the fibre drawing axis 
and on which the fibre Is wound up with an angle equal to 360» 
Other apparatus which can be used in the practice of the invention are described 
in the above mentioned US patent No. 5,298,047. 

In general temis. the spinning apparatus, however constructed, will include fibre- 
contacting means for applying a spinning force to a fibre, e.g.. a roller, and drive 
means for moving the fibre-contacting means in a spatial pattern as a function of 
tme. e.g., a computer-controlled drive motor and associated mechanical linkage 
for defining the motion of the fibre-contacting means. Typically, the spinning 
apparatus also comprises a feedback system for continuously monitoring the 
drawing speed or other drawing-related parameters and correcting the spin rate in 
case of variability of the same. 

It has to be noticed that certain apparatus may not in all circumstances achieve a 
one-to-one correspondence between the spin function provided to the spinning 
apparatus and the resulting spin function in the fibre. However the 
correspondence can be made in general good enough to achieve the benefits of 
the method and thus the Invention can be defined in terms of the spin function 
employed during the drawing process even though the relative spin between the 
f.bre and the prefomi. and thus the spin created in the fibre, may not correspond 
.denfcally to the spin function provided to the spinning apparatus. Moreover a 
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possible lack in the above one-to-one correspondence can be taken into account, 
if needed, by suitably correcting the spin function provided to the spinning 
apparatus. 

5 A spun optical fibre with reduced PMD according to the invention may be used in 
an optical telecommunication system. The optical telecommunication system may 
be a high-speed optical telecommunication system includes a transmitting device 
for adding a signal to an optical transmission line. A receiver is provided to 
receive the signal from the transmitting device. An optical telecommunication 

10 system is illustrated in fig. 1 6 and is generally designated by reference number 10. 
As illustrated in fig. 16, the optical communications system 10 includes a 
transmitting device 12, a transmission line 14, and a receiving device 26. The 
length of the transmission line 14 (that is, the transmitter-to-receiver distance) is 
generally related to the kind of application thereof: it may be up to several tens of 

15 km for metropolitan and access networks, up to several hundreds of km for 
terrestrial systems, up to several thousands of km for submarine transoceanic 
systems. 

Transmitting device 12 adds a signal to transmission line 14. Preferably, an 
operating wavelength of the transmitting device is comprised between 1520 nm 

20 and 1 620 nm. Use of any device or combination of devices readily apparent to one 
skilled in the art to add the signal to the transmission line is contemplated. The 
transmitter 12 could include, for example, a DFB laser modulated directly or 
externally, e.g. with a Mach-Zehnder interferometer, or a combination of such 
devices in a WDM configuration. As well, transmitter 12 could comprise 

25 wavelength converters for receiving signal wavelengths from a separate 
transmission network and converting the carrier wavelengths to characteristic 
wavelengths in a conventional manner. 

The optical communication system is capable of supporting any type of 
communication protocols for the transmitted signals, such as NRZ (non return to 
30 zero) or, RZ (return to zero), e.g., soliton-like, or CRZ (chirped return to zero). The 
system is not limited to a specific bit rate. However, the invention is particularly 
effective for bit-rates higher than or equal to 1 0 Gbit/s; more preferably, the bit-rate 
is higher than or equal to 40 Gbrt/s. 

The transmission line 14 includes at least one spun optical fiber according to the 
35 invention. As shown in fig.16, transmission line 14 includes a first span 16 and 
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second span 18. In the exennplary embodiment, transmission line 14 may also 
include additional spans 20 and 22. Each span includes at least one single-mode 
fiber. The use of multiple fibers within each span to increase the signal carrying 
capacity of the transmission line Is also contemplated. The multiple fibers can be 
5 bound together to form a cable. 

As it is well known in the art, the fiber within each span 16. 18, 20 and 22 has a 
certain attenuation at the operating frequency. The cumulative attenuation of the 
signal over the transmission line accumulates as the signal travels through each 
span. Amplifiers 24 may be placed between the spans 16, 18, 20, and 22 to 
1 0 Increase the power of the signal to account for the attenuation of the signal. 

The amplifiers 24 may comprise optical amplifiers, such as erbium-doped fiber 
amplifiers or Raman amplifiers, for amplifying the signals within the preferred 1550 
nm transmission window. As well, system 10 may include an optical add/drop 
multiplexer (OADM. not shown), for dropping or adding signals to system 10. 
1 5 particularly in a WDM configuration. OADM and amplifiers 24 may be of any type 
commonly known in the art. Rnally, system 10 may include receiver 26 connected 
directly to optical fiber 22 or coupled to optical fiber 22 through other Intermediate 
components. Receiver 26, as readily known in the field, may include a router, 
demultiplexer and the like, to assist with deciphering the Infomiation carried in the 
20 optical signals. 

By the term "coupled", it Is meant that two physical devices are joined by a 
common optical path and possibly, although not necessarily, physically adhered. 
Applicant uses the terms "coupled" and "connected" Interchangeably in describing 
the Invention, and those skilled In the art will appreciate that the various 
25 components identified herein need not be physically attached to each other to 
provide the optical coupling that assists in achieving the beneficial results of the 
invention. 



Many articles can be fabricated based on spun optical fibres according to the 
30 invention. For example, optical components, such as fibre gratings, dispersion- 
compensating fibres, fibres for optical amplifiers and fibre lasers, patchcords, fibre 
couplers etc. These optical components can be used alone or in combinations with 
other components in optical devices, such as, for example, dispersion 
compensating rrradules including dispersion compensating fibres and/or fibre 
35 gratings, fibre amplifiers, fibre lasers, optical sensors etc. Spun optical fibres 
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according to the Invention may be also included in articles such as cables or 
ribbons. 

Examples 

5 1) As a first example, a sinusoidal spin rate function has been considered. This 
function has only odd harmonics. In the above introduced adimensional 
system, such spin rate function may be written as 



10 



7(«) = 2-n cos(€«) 
and the corresponding integral function G(s) reads as 



1 5 Under the short period assumption, the DGD is periodic if the following condition is 
satisfied (see (13)): 



J^cc {^^m) - = f * (^) = 0 



20 where Jo is the first kind Bessel function of OKJer 0. 

Exemplarily, by setting ^=2it. a possible value Yi which can be found in order to 
satisfy the above condition is 37.05. By setting these parameters in the spin 
function and numerically solving equation (6). the periodic evolution of the PDV 
and of the DGD was verified, as it Is shown, respectively. In fig.1 and fig.2(c). As 

25 analitically predicted, Qi has zero mean and. hence, At is a periodic function of 
distance with tiie same period as Qi. For the simulation, the fibre was represented 
by a series of waveplates in cascade, according to a model which is known in the 
art as "waveplate moder, which Is described, for example in CorsI et ai. 
"Analytical treatment of polarization dispersion in single-mode fibers by means of 

30 backscattering signed", J.Opt.SocAm. A vol. 16. pp. 574-583. 1999, or also in the 
already cited F. Curti et al.. "Statistical treatment of the evolution of the principal 
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States of polarization in single-mode fibers". IEEE J. Ughtwave Tech.. vol.8. 
pp.11 62-1 166, 1990. 

2) As a second example, a triangular asymmetrical spin rate function (represented 
5 by the continuous line in fig.3) has been considered. This function has only odd 
hannonlcs. On the I'trst half of the period it may be written as 



ff*5 0<*<r 



10 On the second half of the period an analogous expression can be written 
exploiting the symmetry properties. The meaning of the parameters a and r is 
explained in fig.3. The function G(s) results 



2^S 0<«<r 



15 

so from (1 3) it can be obtained 



ooeG(«)<itf = 
+ Var Ct - 2r) (^) C ^^2J£J^M j 



20 where S and C are the Fresnel integrals defined as: 



5W = /co.(|.")*. Ci,)=f-^^Zi>)^ 
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The locus of (a,r) values that satisfy the above equation is shown In flg.4. As for 
the sinusoidal spin function profile, by nunnerical simulations (using the waveplate 
model) the periodic evolution of the DGD with these parameters was verified. As 
an example, In fig 2(a) the periodic DGD is reported for the couple (a, r) = (69.14, 
5 0.1 64), with a period x=1 • 

3) As a third example, a trapezoidal spin rate function (represented by the dashed 
line in fig.3) has been considered. This function has only odd harmonics. On the 
first half of the period it may be written as 



On the second half of the period an analogous expression can be carried out 
exploiting the symmetry properties. Parameters a and r are explained in fig.S. The 
1 5 corresponding spin function G(s) is 



10 




r CI 




so from (13) it can be obtained 



20 
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5 



20 



25 



Where S and C are again the Fresnel integrals. The locus of (a, r ) values that 
satisfy the above equation is shown in fig.5. As for the previous examples, by 
numerical simulations (using the waveplate model) the periodic evolution of the 
DGD with these parameters was verified. As an example, in fig 2(b) the periodic 
DGD is reported for the couple (a. r) = (70.26, 0.164), with a period x=1. 



4) As a fourth example, the stability towards variations of the parameters of a 
sinusoidal spin rate function was investigated. When the fibre is spun during 
drawing, in fact, the effective spinning parameters may differ from the theoretical 
10 ones due to technological limits. The considered spin rate function was the same 
given in the first example, which can be expressed in a dimensional form as 

1 5 where ^=Lb/p. Thus, the spin function reads as 

It has to be noticed that the amplitude of the spin function Is simply a=^,/^. 
Generally speaking, since |=Lb/p. the optimum spin depends on the fibre beat 
length. However, under the short period assumption the solutions are independent 
on Lb, since the condition for a periodic DGD is detemiined by Jo(2a)=0. as seen 
before. This means that, under the short period assumption, the only constraint is 
on the parameter a. while p and U can assume any value. 
The above condition Jo(2a)=0 is satisfied by a countable infinity of solutions. 
Reasonably, the sinusoidal spin function being least effective in reducing DGD 
CSworst case spinning") could be expected when a is the mean value between two 
successive solutions of the above condition; indeed this was confimied by 
numerical simulations. Fig.6 shows the DGD evolutions along an unspun fibre (line 
(a)), along the same fibre spun with an optimum spinning (line (b)) and with the 
worst case spinning (line (c)). Simulations (using the waveplate model) were 
performed with ^=5 and U=24 m (which is a typical value for standard step-index 
fibres), hence the period was p=4.8 m. The spin amplitude was 16.886 (a/p=3.52 
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tums/m) for the optimum spinning and a=16.1 (a/p=3.35 tums/m) for the worst 
spinning. As it can be seen, the optimum spinning gives a periodic DGD, while in 
the worst case At(z) is no more periodic, however being one order of magnitude 
lower than the DGD of the unspun fibre. 

5 

5) As a fifth example, the stability towards random coupling was investigated. Real 
telecommunications fibres are. in fact, unavoidably affected by random coupling, 
due to random birefringence, which has to be taken into account. The effect of 
random coupling was studied by the inventors by supposing the fibre to be 

10 affected by linear birefringence. See P.K.A. Way et al.. "Polarization mode 
dispersion, decorrelation, and diffusion in optical fibers with randomly varying 
birefringence", IEEE J. Ughtwave Tech.. vol.14., pp. 148-157. 199&, F. Corslet al.. 
"Beat-length characterization based on backscattering analysis in randomly 
perturbed single-mode fibers", IEEE J. Ughtwave Tech., voL17, pp. 1172-1173. 

15 1999. Moreover, the local birefringence of the unspun fibre was described by the 
differential equation 

^ = -P0iiz) + tniiiz), » « 1.2 

20 where tii and r\2 axe white-noise, gaussian-distributed, statistically independent 
processes, with zero mean value and unitary standard deviation. The parameters 
p and a describe the statistical properties of Pi(z): In particular, p is related to the 
correlation length of ttie birefringence U (Lf=1/p). whereas a is also related to tiie 

beat length U (U= W2^/?/o"^ )• 

25 For the simulation, Lb was set to 24 m and Lp was set to 1 5 m; the DGD evolution 
was studied with the sinusoidal spin function of tiie fourth example in the optimum 
spinning case (p=4.8 m, a=1 6.886), in the worst spinning case (p=4.8 m, a=16.1) 
and for the unspun fibre. The simulated DGD has been averaged over a set of 
1000 fibres, 5 km long and made up of 20000 waveplates in cascade. The 

30 resulting evolution is reported in fig.7. As it can be seen, with respect to the 
unspun fibre (dash-dotted line) the DGD was reduced of one order of magnitude in 
case of worst spinning (dashed line), whereas in case of optimum spinning the 
same was reduced of two orders of magnitude. 



BNSDOCID: <WO Oa03115A1_L> 



wo 02/03115 



35 



PCT/EPOl/07241 



6) As a Sixth example, the Inventors have calculated the evolution of the integral 
functions 1,. k above defined, for a first sinusoidal spin rate function having period 
equal to 5 m. The spin rate function (measured in tums/m) was 

or'(2) = Acos|^^zj 

and the evolution of the Integral functions /,. k was evaluated in dependence of 
the amplitude A (measured In tums/m) 
The beat length U was set to 25 m. 

The results of the simulation is reported, in f ig.8 and fig.9. As it can be seen from 
fig.8, values of the Integral function /, very close to zero are reached in 
correspondence of the well defined minima of the plotted function, which 
correspond to well defined amplitude values. As ft can be seen from fig.9. 
substantially in con-espondence of the same values of amplitude, also the second 
Integral function reaches a minimum value. 

15 7) As a seventh example, the inventors have calculated the evolution of the 
Integral functions /,, 4 above defined, for a second sinusoidal spin rate function 
having period equal to 15 m. The spin rate function (measured In tums/m) was 



10 



30 



and the evolution of the integral functions A. k was evaluated In dependence of 
20 the amplitude A. 

The beat length U was set to 15 m. 

The results of the simulation is reported. In flg.10 and fig.11. As It can be seen 
from flg.10, values of the Integral function A very close to zero are reached in 
correspondence of the well defined minima of the plotted function, which 
25 con-espond to well defined amplitude values. As It can be seen from fig.1l. 
substantially in con-espondence of the same values of amplitude, also the second 
integral functions /2 reaches a minimum value. 



8) As an eighth example, the Inventors have analyzed the effects of the 
wavelength variation on the DGD evolution, so as to realize the feasibility of 
wavelength division multiplexing systems. They used a range of 12 nm between 
1548 and 1560 nm. A sinusoidal spin function with optimized parameters was 
considered. The simulated DGD has been averaged over a set of 500 fibres. 10 
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km long and made up of 20000 waveplates in cascade. A random variation of tiie 
birefringence was obtained tlirougli random rotations (in the range -7t,7t) of the 
birefringence axis every 500 m. The resulting DGD as a function of length is 
shown in fig.12. As it can be seen, there is no substantial difference between the 
5 DGD evolution for a signal of 1548 nm (dash-dotted line 121), of 1556 nm (solid 
line 122), of 1560 nm (dashed line 123). 

9) As a ninth example, the inventors have studied the DGD evolution along 
different optical fibres spun with a series of trapezoidal spin functions. They also 

10 obtained the PMD coefficient of the fibres, averaging, for each case, the DGD 
behaviour of a population of 800 fibres using the waveplate model. A trapezoidal 
spin function can be described by means of three parameters (see fig.3): 
amplitude A, rate r and period %. The tested trapezoidal functions spin differed only 
by the amplitude value. The rate r was set to 1 .5 m. The period % was set to 8 m. 

15 The beat length of the fibres was set to 20 m. The following table 1 resumes the 
amplitude values used for the simulations, together with the values assumed by 
the integral functions A and k with the related spin function and the PMD 
coefficient of the corresponding spun optical fibre. The values of the obtained PMD 
coefficients may be compared with the PMD coefficient of an unspun optical fibre 

20 having a beat length of 20 m, that was estimated to be 0.09 ps/km^^ by using the 
waveplate model. 



Table 1 



A 

(turns/m) 


A 


k 


PMDc 
(ps/km^'=') 


2.100 


0.17 


0.10 


8.8 10^^ 


2.149 


1.5 10-^ 


9.3 10-* 


6.0 10-^ 


2.145 


1.4 10"'= 


8.3 10-^ 


6.610-^ 



25 The advantageous result obtained with the parameters according to the invention 
is evident from table 1 . The trapezoidal spin functions having amplitude values of 
2-149 and 2.145 tums/m allow to obtain a PMD coefficient of more than one order 
of magnitude with respect to the trapezoidal spin function having amplitude value 
of 2.100 turns/m and more than two orders of magnitude with respect to the 

30 unspun case. 
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15 



20 



25 



Fig.13 shows a plot of the integral function A versus the amplitude of the series of 
trapezoidal spin functions, in a range comprised between 2 tums/m and about 3.2 
tums/m. As it can be seen, a value of amplitude of 2.149 tums/m is near the first 
mimimum In flg.13. whereas a value of amplitude of 2.100 tums/m Is not far from 
the nearest local maximum. 

Flg.14 shows a plot of the DGD evolution along 100 m of the optical fibres spun 
with the series of trapezoidal functions according to table 1. It has to be noted that 
the vertical scale is a logarithmic scale. Curve 101 refers to a fibre spun with a 
trapezoidal function having A = 2.149 tums/m; curve 102 refers to a fibre spun with 
a trapezoidal function having A = 2.145 tums/m; curve 103 refers to a fibre spun 
with a trapezoidal function having A = 2.100 tums/m; curve 104 refers to an 
unspun fibre. As it can be seen, curve 101 shows a periodic DGD. Curve 102 
shows a slightly growing DGD with respect to the previous one, but it has to be 
noted that the difference between the two curves is "amplified" by the logarithmic 
scale. By comparing curve 102 with curve 103. relative to the "un-optimized" spin 
function, It can be understood that the DGD evolution shown by curve 102 is 
actually sut>stantlally periodic. 

Rg.15 shows a plot of the DGD evolution along 1 km of the same optical fibres of 
fig.14, obtained with the waveplate model. The same reference numbers are used 
for Identifying the same spun fibres of flg.l4. The vertical scale is still logarithmic. 
As It can be seen, there is no practical difference between the curves 101 and 
102. thus confimiing that curve 102 corresponds to a substantially periodic DGD 
evolution. The values of PMD coefficient reported In the above table 1 were 
obtained by fig.15, by taking the value of DGD corresponding to z=1000 m. 
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CLAIMS 



1 . A method for determining at least one parameter of a periodic spin function 
a(z) with period p, to be applied to an optical fibre along its length z, 
characterized in that it comprises selecting said at least one parameter so that 



]\y,{z,a\z))\dz 

0 

where Si is about 0.05 and is the first of the three components yi(z), y2(z), 
Vsiz) of a periodic function y(^) of period p such that 

dz 
dz 

dy^ _2jt 



dz 



10 where Lb is an expected beat length of said optical fibre and a^(z) is the 
derivative of the spin function c^z) with respect to the length z 



2. A method for making an optical fibre comprising: 
(d) heating a fibre preform to a drawing temperature; 
1 5 (e) providing a periodic spin function a(z) with period p > 2 m; and 

(f) drawing said optical fibre from said prefomi, while simultaneously creating 
a relative spin between said optical fibre and said preform with said spin 
function; 
characterized in that 
20 step (b) further comprises selecting said spin function so that 



]y,iz.a\z))dz 



]\y,{z.a\z))\dz 
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Where is about 0.05 and is the first of the three components yi(z), y2(z), 
Yaiz) of a periodic function 3;(z) of period p such that 



dz 



dz L,^^ 

where Lb is an expected beat length of said optical fibre and c^iz) is the 
5 derivative of the spin function a{z) with respect to the length z. 

3. A method as in claim 2, characterized in that p is lower than 20 m. 

4. A method as in any one of claims 2 or 3, characterized in that U is greater 
10 than 0.5 m. 

5. A method as in claim 4. characterized in that U is greater than 5 m. 

6. A method as in any one of claims 2 to 5. characterized in that an amplitude A 
15 of said spin function is lower than 50 turns/m. 

7. A method as in daim 6. characterized in that A is lower than 1 0 tums/m. 

8. A method as In any one of claims 6 or 7, characterized in that A is greater than 
20 3 tums/m. 

9. A method as in any one of claims 2 to 8, characterized in that a ratio between 
an amplitude A and a distance r between two inversion sites of said spin 
function is tower than 10 tums/m^ 

25 

10. A method as In any one of claims 2 to 9. characterized in that said step of 
drawing is performed at a drawing speed not lower than 5 m/s. 

1 1 . A method for nrmking an optical fibre having NA > 0.2 comprising: 
30 (d) heating a fibre prefomr^ to a drawing temperature; 
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(e) providing a periodic spin function a(z) witii period p; and 

(f) drawing said optical fibre from said prefomn, while simultaneously creating 
a relative spin between said optical fibre and said preform with said spin 
function; 

characterized in that 

step (b) further comprises selecting said spin function so that 



j\y,(z,aXz)idz 

0 

where ei is about 0.05 and is the first of the three components yi(z), yziz), 
y^{z) of a periodic function yiz) of period p such that 

^ = 2a'(z)y2 
dz 

10 ^—'^y^-'lcc\z^y. 

dz 

dy^ Tjc 
dz 

where La is an expected beat length of said optical fibre and o^(z) is the 
derivative of the spin function a(z) with respect to the length z. 



12. A method as in claim 1 1 , characterized in that Lb is lower than 5 m. 

13. A method as in any one of claims 1 to 12, characterized in that p<Lb- 

14. A method as in any one of claims 1 to 13. characterized in that ei is about 
0.01. 

15. A method as in claim 14, characterized in that ei is about 0.008. 

16. A method as in claim 15, characterized in that ei is about 0.002. 

25 17. A method as in any one of claims 1 to 16, characterized in that said spin 
function is a sinusoidal function. 
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18. A method as in any one of claims 1 to 16, ciiaracterized in that said spin 
function is a triangular f unction. 

5 19. A method as in any one of claims 1 to 16, characterized in that said spin 
function is a trapezoidal function. 

20. An optical fibre comprising at least a section having a beat length Lb and a 
periodic spin function a(z) with period p > 2 m impressed therein, 
10 characterized in that 

said spin function is such that 

jyi(z.aXz))dz 



<8, 



j\yi(z,aXz))\dz 

0 

where is about 0.05 and 3;, is the first of the three components yi(z). y^z), 
y^z) of a periodic function of period p such that 



dz 



dy^ _'2jt 
dz ~ L, 

and a^(z) is the derivative of the spin function a(z) with respect to the length z 

21. An optical fibre as in claim 20, said optical fibre having a PMD coefficient, 
characterized in that said PMD coefficient is lower than or equal to 0.05 

20 ps/km''^. 

22. An optical fibre as in any one of claims 20 or 21 , characterized in that a length 
of said section of optical fibre is higher than or equal to 10 times the period p of 
the spin function. 

25 
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23. An optical fibre having NA > 0.2, comprising at least a section having a beat 
length U and a periodic spin function a(z) with period p impressed therein, 
characterized in that 
said spin function is such that 

'\y,iz,a\z))dz 



J|y,(z,a'(z))|& 



where ei is about 0.05 and y, is tlie first of the three components yi(z), ys(z), 
y^z) of a periodic function y(z) of period p such that 

dz 

= V- — 



dz 



3*2 



dz La 

and o^iz) is the derivative of the spin function aiz) with respect to the length z 

24. An optical fibre having a length lower ttian 1 km, comprising at least a section 
having a beat length U and a periodic spin function a(z) with period p 
impressed therein, 
characterized in that 
said spin function is such that 



ly.iz^aXzy^dz 



j\y,iz,aXz))\dz 



where ei is about 0.05 and is the first of the three components yi(z), y2(z). 
y^2) of a periodic function y{z) of period p such that 
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dz 
dy^ 
dz 



2a\z)y, 



——y3-2a\z)y, 



dy^ 




and oc'(z) is the derivative of tlie spin function a(z) with respect to the length z. 
25. An optical fibre as in claim 24. characterized in that said fibre length is lower 



26. An optical fibre as in any one of claims 24 to 25. characterized in that said fibre 
length is lower than 200 m. 

10 27. An optical telecommunication system comprising: 
an optical transmission line, 

at least one transmitter for adding a signal to said transmission line, 
- at least one receiver for receiving said signal from said transmission line, 
characterized in that 

15 said transmission line comprises at least one optical fibre according to any one 
of claims 20 to 26. 

An article comprising at least one optical fibre according to any one of claims 20 to 



than 500 m. 
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Fig.3 
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Fig. 13 
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